IN THE ABSTRACT ; 

Please amend the Abstract of the Disclosure as follows: 
According to the present invention, provided is a A thermoplastic elastomer 
composition, comprising including an ethylene-propylene-nonconjugated diene 
ternary copolymer or an ethylene-propylene binary copolymer, a crystalline 
polyolefin resin, a non-aromatic softening agent, and an organic peroxide, in 
which the crystalline polyolefin resin has from 0.1 g/10 min. to 100 g/10 min. of 
melt flow rate which is measured in accordance with JIS K7210 under conditions 
of 230°C and 21.18 N and is contained in an amount of from 10 to 150 parts by 
weight every 100 parts by weight of the copolymer; the non-aromatic softening 
agent has a kinetic viscosity of 300 mm 2 /s or more at 40°C and is contained in an 
amount of from 20 to 150 parts by weight every 100 parts by weight of the 
copolymer; the organic peroxide is contained in an amount of from 0.1 to 10 parts 
by weight every 100 parts by weight of the copolymer; and hardness measured by 
a JIS type A durometer is from 30 to 70 degrees. According to the present 
invention provided are a thermoplastic elastomer composition, a gask e t, a molded 
gasket, and a sealing structure between two members, in which a quality such as 
sealability has been improved, and, f urth e r, provided are a molded gasket, and a 
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sealing structure between two members, in which a production process has been 
simplified. 
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